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(54) Fuse window with controlled fuse oxide thickness 



(57) A fuse window structure and method for form- 
ing the same for a semiconductor device with a fuse and 
a cutting site on the fuse, the structure having (1 ) a first 
oxide region substantially in register with the cutting site, 
the first oxide region having a first thickness, (2) a sec- 
ond oxide region substantially in register with a first land 
generally surrounding the cutting site, the first land gen- 
erally in register with the fuse, the second region having 



a second thickness, and (3) a third oxide region sub- 
stantially in register with a second land generally sur- 
rounding the fuse, the third region having a third thick- 
ness different than the first thickness. 

Different fuse window structures are formed by us- 
ing etch stops with different configurations, each config- 
uration differing with regard to coverage of the three ox- 
ide regions. 
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Description 

FIELD OF THE INVENTION 



This invention is directed to semiconductor fuse 
structures, and more particularly to controlling the thick- 
ness of oxide overlying the fuse to promote reliable laser 
cutting of the fuse. 

BACKGROUND OF THE INVENTION 

Redundancy in integrated circuit memories is part 
of current chip manufacturing strategy to improve yield. 
By replacing defective cells with redundant circuits on 
chips, integrated circuit memory yields are significantly 
increased. The practice is to cut or blow conductive con- 
nections (fuses) which allow redundant memory cells to 
be used in place of nonfunctional cells. In the manufac- 
ture of integrated circuits, it is also common practice to 
provide for customization of chips and modules to adapt 
chips to specific applications. In this way, a single inte- 
grated circuit design may be economically manufac- 
tured and adapted to a variety of custom uses. 

Typically, fuses or fusible links are incorporated in 
the integrated circuit design, and these fuses are selec- 
tively blown, for example, by passing an electrical cur- 
rent of sufficient magnitude to cause them to open. An 
alternative to blowing fuse links with a current is to open 
a window above the fuses, use a laser to blow the fuses, 
and then fill the window with a passivating layer During 
the fuse blow process, care must be taken to properly 
align the laser so that the circuit is not damaged by an 
improperly aimed laser beam. 

As circuit density has increased, the number of met- 
allization levels and interlevel dielectric (ILD) levels 
above the substrate has increased. However, the fuse 
links usually stay close to the substrate surface (e.g. 
word line or bit line). Due to the increased total ILD thick- 
ness above fuse lines, a well-controlled etch in order to 
open the fuse window and leave a desired oxide thick- 
ness on top of the fuse links is extremely difficult. For 
example, a fuse etch typically requires etching of 3pjn 
dielectric layers for a 3 metal layer integrated circuit 
product (excluding other dielectric such as polyimide). 
Achieving a +/- 10% etch (i.e. +/- 0.3u.m) uniformity is a 
very challenging task with existing etch technology. 

Several factors contribute to oxide non uniformity. 
As more layers of metallization and dielectric layers are 
employed, pre-etch nonuniformity increases due to non- 
uniformities from previous process steps such as film 
deposition, planarization, and etching. The dielectric 
thickness prior to fuse window etch has been observed 
to be 3uin with a variation of +/- 0.2um 

In addition, during the fuse window etch the oxide 
is not uniformly etched. With reactive ion etching (RIE), 
RIE lag is one cause. When feature sizes differ, RIE lag 
results in a narrower feature (i.e. narrower "hole" to be 
etched) to be etched less deeply than a wider feature. 
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Reverse RIE lag is another cause of nonuniformity, in 
which narrower features are etched more deeply than 
wider features. Other conditions can cause nonuniform- 
ity, and in general the oxide thickness after fuse window 
5 etch has been observed to vary from 1000 A near the 
edge of the window to 5000 A near the centre of the 
window. 

A uniform fuse oxide is very important. If the oxide 
is nonexistent, fuse corrosion is a concern; if very thin 

io (i.e. < 2000 A), then fuse cracks are likely which cause 
yield loss and reliability concerns. Fuse cracks, also 
called stress cracks, are common at the corner of a fuse 
window where the oxide tends to be thin. On the other 
hand, if the oxide is too thick (i.e. > S000 A) a high laser 

is fusing energy is required to reliably blow the fuse. Fur- 
thermore, the laser energy required to blow fuses with 
thicker oxide, between 7000 and 8000 A, can easily lead 
to substrate damage, again causing yield loss and reli- 
ability concerns. Uniform oxide thickness across the 
20 fuse window and within the desired range would be op- 
timal. 

In addition, an auxiliary but not unimportant concern 
with fuse window etching and oxide thickness control is 
minimization of total etch process time. Another concern 

25 is the ability to handle laser misalignment without dam- 
aging the surrounding structures or layers. 

Thus there remains a need for controlled etching of 
a fuse window above a fuse link in order to achieve uni- 
form fuse oxide thickness, so that a repeatable, com- 

30 mercially viable fuse blow process can be performed in 
an integrated circuit production environment. 

DISCLOSURE OF THE INVENTION 

55 it is therefore an object of the present invention to 
provide a fuse window structure with controlled oxide 
thickness above a fuse link in an integrated circuit. 

It is a further object to reduce the concern of laser 
misalignment in fuse etching. 

40 It is another object to reduce the overall fuse etch 
process time. 

In accordance with the above listed and other ob- 
jects, a fuse window structure is provided for a semicon- 
ductor device which has a fuse formed on a substrate, 

*5 with the fuse having a cutting site. The fuse window 
structure has (1) a first oxide region substantially in reg- 
ister with the cutting site, the first oxide region having a 
first thickness, (2) a second oxide region substantially 
in register with a first land generally surrounding the cut- 

50 ting site, the first land generally in register with the fuse, 
the second region having a second thickness, and (3) a 
third oxide region substantially in register with a second 
land generally surrounding the fuse, the third region 
having a third thickness different than the first thickness. 

55 in a first embodiment, the first oxide region is less 
thick than the second oxide region, and the second and 
third oxide regions have substantially the same thick- 
ness. With this embodiment, the fuse window structure 
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is formed by removing subsequent layers overlaying the 
first, second, and third oxide regions, with the subse- 
quent layers including an etch stop overlaying the first, 
second and third oxide regions. 

In a second embodiment, the first oxide region and 
second oxide regions have substantially the same thick- 
ness, and the third oxide region is less thick than the 
first and second regions. With this embodiment the fuse 
window structure is formed by removing subsequent 
layers overlaying the first, second, and third oxide re- 
gions, with the subsequent layers including an etch stop 
overlaying the first and second oxide regions. 

A method is also provided for controlling oxide thick- 
ness in a semiconductor device above a fuse for a fuse 
blow process, including the steps of forming an oxide 
layer overlaying the (use; and forming an etch stop in 
the oxide layer the etch stop overlaying the fuse to form 
(a) a first oxide region substantially in register with a cut- 
ting site of the fuse, the first oxide region having a first 
thickness above the cutting site, (b) a second oxide re- 
gion substantially in register with a first land surrounding 
the cutting site and wherein the first land substantially 
overlays the fuse, the second region having a second 
thickness, and (c) a third oxide region substantially in 
register with a second land surrounding the fuse, the 
third region having a third thickness different than the 
first thickness. 

BRIEF DESCRIPTION OF THE DRAWINGS 

The invention will now be described, by way of ex- 
ample only, with reference to the accompanying draw- 
ings, in which: 

FIGURE 1a is a cross-section of an etch stop for 
fuse oxide thickness control; 

FIGURE 1b is a top view of the etch stop from Figure 
1a; 

FIGURE 1c is a cross-sectional perspective view of 
the fuse window after the etch stop of Figure la has 
been removed; 

FIGURE 2 is a top view of a first alternate etch stop; 

FIGURE 3a is a top view of a second alternate etch 
stop; 

FIGURE 3b is an cross-section of the fuse window 
after the etch stop of Figure 3a has been removed; 

FIGURE 4a is a top view of a third alternate etch 
stop; and 

FIGURE 4b is a cross-sectional perspective view of 
the fuse window after the etch stop of Figure 4a has 
been removed; all in accordance with the present 



invention. 

DETAILED DESCRIPTION OF THE INVENTION 

5 Referring now to the drawings and more particularly 
to Figure la, a cross section of an etch stop to form a 
fuse window with controlled fuse oxide thickness is 
shown. Fuses 102 are formed via any conventional 
process on a substrate 100 which may include other cir- 

10 cuit elements below fuses 102 (not shown). A layer of 
oxide 104 is formed over fuses 102, and patterned so 
that a first etch stop layer 106 can be formed only above 
the cutting sites ('blow sites") of fuses 1 02. (The cutting 
sites are more clearly shown in Figure 1b.) A second 

is etch stop layer 1 08 is formed above layer 1 06 : with layer 
108 covering the entire fuse window 110. Note that in 
Figure la etch stop layer 108 actually extends beyond 
the edge of the (use window and into the surrounding 
layers. This extension is desirable in order to compen- 

20 sate for lithography overlay requirements during manu- 
facturing. 

Subsequent layers 112 are formed over etch stop 
layer 108 in accordance with the overall circuit design, 
and may include additional layers of metal During the 

25 terminal via and fuse etch process steps, fuse window 
110 is anisotropically etched through layers 112 (prefer- 
ably by reactive ion etching, or RIE) down to etch stop 
layer 108. Figure la shows (use window 110 after such 
an anisotropic etch step. 

30 Figure 1 b shows the top view of the multilayer etch 
stop structure from Figure la. Layer 108 is shown as a 
dotted line because it extends underneath the edges of 
layers 112 surrounding fuse window 110. Layer 106 (be- 
neath layer 108) covers the narrowed region, or cutting 

35 site, 114 of fuse 102. As shown, layer 106 has width W 
and length L. In the preferred embodiment, W is greater 
than the width of cutting site 114, and L is greater than 
fuse length 116 to insure complete after-etch oxide cov- 
erage of cutting site 114, but these dimensions may 

*o vary. 

Figure 1 c shows a cross-section of fuse window 1 1 0 
after etch stop layers 106 and 108 have been removed 
by an isotropic etch which is highly selective to the etch 
stop material used in layers 1 06 and 1 08. Because oxide 

45 104 is not affected during the etch stop removal, the pro- 
file of oxide 104 is controlled to be uniformly thin in re- 
gion 116 above cutting site 114, and uniformly thick in 
region 118 overlaying the rest of fuse 102 as well as re- 
gion 120 surrounding fuse 102. Thick oxide in region 118 

so prevents stress cracks, and thick oxide in region 1 20 
provides mechanical stability to the structure as well as 
reduces substrate damage during the laser blow proc- 
ess. 

Etch stop layers 106 and 108 may be formed by 
5S conventional mask design, and are preferably formed in 
the metal level above the fuse level of the integrated 
circuit so that a minimum fuse oxide thickness is 
achieved above fuse cutting site 114. The etch stop ma- 
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terial used in layers 106 and 103 is preferably different 
than metal in levels above the etch stop so that during 
the removal of etch stop layers 106 and 10B, the upper 
level metal will not be affected. 

To form etch stop layers 106 and 108, any material s 
or combination of materials that function as an etch stop 
for a fuse etch process may be used. However, the ma- 
terial should have a high etch selectivity to the oxide un- 
derneath the etch stop for the isotropic etch, and be able 
to be completely stripped without affecting the layers 10 
outside fuse window 110, including layers 112. Prefera- 
ble etch stop materials are : for example, titanium, mo- 
lybdenum, tungsten, chromium, and their silicides and 
nitrides. An ideal exemplified material is Ti/TiN/W which 
is routir ely used in the semiconductor industry as a via is 
stud or wiring interconnect. The titanium, titanium ni- 
tride, and tungsten can be selectively removed by hot 
hydrogen peroxide without attacking layers 112 which 
may include a last level metal (typically an aluminum al- 
loy) and dielectrics (typically polyimide, silicon nitride, 20 
and silicon oxide). 

An added benefit of the etch stop is significant time 
savings for the fuse window etch process. With an in- 
terlevel dielectric level (ILD) thickness of 3.0>im, the ad- 
dition of the etch stop means less ILD to etch, and then 2s 
a relatively quick isotropic etch follows to remove the 
etch stop. Also, without an etch stop the RIE process 
conditions must be less aggressive in order to etch with 
as much uniformity as possible, and therefore the etch 
takes longer. With an etch stop structure such as layers 30 
106 and 108, the etching will automatically terminate at 
the etch stop, and thus the process conditions can be 
more aggressive and take less time to remove the same 
amount of material. The inventors have observed a re- 
duction in total etch time of about 35% per wafer com- 3S 
pared to RIE without an etch stop. 



tween fuses is less important. A single layer patterned 
etch stop 300 is used for each fuse 102. with the dimen- 
sions of etch stop 300 roughly equal to the dimensions 
of fuse 1 02 plus a safety margin to allow for any isotropic 
character of the RIE etch. Figure 3b shows the fuse win- 
dow after etch stop 300 has been removed. Oxide re- 
gion 304 resembling a fuse-shaped island will be left on 
top of the entire fuse 102, and a thin region 306 will be 
left surrounding fuse 102. Oxide region 304 larger than 
fuse 102 will compensate for any laser misalignment 
during the fuse blow process. 

A third alternate embodiment of the etch stop struc- 
ture is shown in Figures 4a and 4b. First etch stop layer 
300 is the same as was illustrated in Figure 3a from the 
second embodiment, and a second etch stop layer 400 
has been added. Second etch stop layer 400 is posi- 
tioned above layer 300, but only at the stress crack sen- 
sitive edges of fuse window 1 10. The vertical placement 
of second etch stop layer 400 is dependent upon the 
design constraints of the semiconductor device, but is 
preferably in a layer relatively close to first etch stop lay- 
er 300. Figure 4b shows fuse window 1 1 0 after etch stop 
layers 300 and 400 have been removed. The use of etch 
stop layer 400 results in an oxide region 303 at the edg- 
es of the window. (Note that oxide region 308 will extend 
around the perimeter of the window but is only shown 
on one side for ease of illustration.) Oxide region 308 is 
thicker than oxide region 304 : which is in turn thicker 
than oxide region 306. 

In summary, a means has been provided for con- 
trolled etching of a fuse window above a fuse link in or- 
der to achieve uniform fuse oxide thickness, so that a 
repeatable, commercially viable fuse blow process can 
be performed in an integrated circuit production environ- 
ment. 



ALTERNATE EMBODIMENTS 

Figure 2 shows a top view of a first alternate em- 40 
bodiment of the etch stop. First etch stop layer 200 has 
a generally circular shape, and second layer 108 is un- 
changed from the configuration as illustrated in Figures 
la and 1 b. The advantage of the circular shape for layer 
200 over rectangular etch stop layer 106 is that the re- «s 
suiting circular oxide portion of fuse window 110 on top 
of fuse 102 acts as a lens and the laser can be better 
focused for fuse blowing. Such focusing will reduce un- 
wanted laser scattering into adjacent areas of the inte- 
grated circuit and laser efficiency will be enhanced for so 
a better fuse blow. Other shapes can be used to form 
different fuse windows and thus achieve optimal laser 
efficiency, for example a grid design (e.g. a Fresnel Lens 
type). A grid design (not shown) can be used to focus a 
laser on a specific portion of the fuse link to achieve an ss 
even more effective fuse blow. 

A second alternate embodiment of the etch stop is 
shown in Figure 3a t for cases where oxide thickness be- 



Claims 

1. A fuse window (110) structure for a semiconductor 
device, the semiconductor device having a fuse 
(102) formed on a substrate (100), the fuse having 
a cutting site (114), the fuse window structure com- 
prising: 

a first oxide region (116) substantially in register 
with the cutting site, the first oxide region hav- 
ing a first thickness; 

a second oxide region (120) substantially in 
register with a first land generally surrounding 
the cutting site, the first land generally in regis- 
ter with the fuse, the second region having a 
second thickness; 

a third oxide region (118) substantially in regis- 
ter with a second land generally surrounding 
the fuse, the third region having a third thick- 
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ness different than the first thickness. 

2. A fuse window (110) structure as claimed in claim 
1 wherein the first thickness is less than the second 
thickness, and the second thickness is substantially 
the same as the third thickness. 



11. A fuse window (110) structure as claimed in claim 
10 wherein the etch stop further comprises: 

a second etch stop layer above the first etch 
stop layer, the second etch stop layer substantially 
in register with a stress crack sensitive area of the 
fuse. 



3. A fuse window (110) structure as claimed in claim 

2 wherein the fuse window structure is formed by 
removing subsequent layers overlaying the first, 
second, and third oxide regions, the subsequent 
layers including an etch stop (106, 108) overlaying 
the first, second, and third oxide regions. 

4. A fuse window (110) structure as claimed in claim 

3 wherein the etch stop comprises: 

a first etch stop layer (106) substantially in reg- 
ister with the cutting site of the fuse; and 

a second etch stop layer (108) above and in 
contact with the first etch stop layer, the second 
etch stop layer substantially in register with the 
entire fuse window structure. 

5. A fuse window (110) structure as claimed in claim 

4 wherein the first etch stop layer is generally rec- 
tangular in shape. 

6. A fuse window (110) structure as claimed in claim 
4 wherein the first etch stop layer is generally circu- 
lar in shape. 

7. A fuse window (110) structure as claimed in claim 
1 wherein the first thickness is substantially the 
same as the second thickness, and the second 
thickness is greater than the third thickness. 

8. A fuse window (110) structure as claimed in claim 

7 wherein the fuse window structure is formed by 
removing subsequent layers overlaying the first 
(116), second (120), and third (118) oxide regions, 
the subsequent layers including an etch stop over- 
laying the first and second oxide regions. 

9. A fuse window (110) structure as claimed in claim 

8 wherein the etch stop comprises: 

a first etch stop layer substantially in register 
with the fuse, the first etch stop layer having dimen- 
sions approximately equal to the fuse dimensions 
plus a margin for lithography overlay. 

10. A fuse window (110) structure as claimed in claim 

9 wherein the fuse window structure further com- 
prises a fourth oxide region overlaying the second 
(1 20) and third (118) oxide regions, the fourth oxide 
region substantially in register with a stress crack 
sensitive area of the fuse. 
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12. A fuse window (110) structure as claimed in claim 
1 wherein the etch stop is made from a material se- 
lected from the group consisting of titanium, molyb- 
denum, tungsten, chromium, and their silicides and 
nitrides. 

13. A method of controlling oxide thickness in a semi- 
conductor device above a fuse for a fuse blow proc- 
ess, comprising: 

forming an oxide layer overlaying the fuse; and 

forming an etch stop in the oxide layer, the etch 
stop overlaying the luse to form 

(a) a first oxide region (116) substantially 
in register with a cutting site of the fuse, the 
first oxide region having a lirst thickness 
above the cutting site, 

(b) a second oxide region (120) substan- 
tially in register with a first land surrounding 
the cutting site and wherein the first land 
substantially overlays the fuse, the second 
region having a second thickness, and 

(c) a third oxide region (118) substantially 
in register with a second land surrounding 
the fuse, the third region having a third 
thickness different than the first thickness. 

1 4. A method as claimed in claim 1 3, further comprising 
the steps of: 

forming a subsequent layer above the etch stop 
layer; 

etching through the subsequent layer to define 
a fuse window; and removing the etch stop. 

15. A method as claimed in claim 14 wherein the etch 
stop is removed without affecting the subsequent 
layers outside the etch window. 

16. A method as claimed in claim 13 wherein the etch- 
ing is reactive ion etching. 
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FIG. lb 
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FIG. 1 C 
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FIG.4a 
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